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Tools

and

Working

Materials

PROCESSES

Gauging
p. 346

Annealing
p. 18

Pickling
p. 22

Dome
Making
p. 120

Measuring

Chasing
p. 77

Cutting

Rouge stick
Round nose pliers
Round mandrel the

size of the small

dome
Round mandrel for

balls

Triangular file
Binding wire

26-gauge
Bristle buffing wheel

Bench vise

Oblong hole draw
plate

Draw tongs

Steel plate

Steel hammer

Potassium sulphide so-
lution

Whiting

Soft cloth

Soft cloth or chamois
buffing wheel

SQUARE SOCKET

Gauge the metal

Anneal the metal.
Clean in pidde.

Sterling silver sheet 24-gauge.

Cut a disk with dapping cutters or jewelers

shears.

Dome the disk.

Divide the base of the dome in four equal parts.
Draw a semicircle on the inside of the dome
with the dividers from the four marked points.

Place the dome on a lead dapping block convex

side up.

Trace the marked semicircle with a chasing tool

Cut four V-shaped pieces from each of the four
corners.